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3/13/2018 


4 


“DART 


M17-4-H900- 
B2.250X3.000 


PURCHASE ORDER 


Dart Aerospace Ltd. 
1270 Aberdeen St 
Hawkesbury, ON 
K6A 1K7 
AEROSPACE Canada 


Tel (613) 632-5200 


MES002-VC 

Metaux Solutions 

2625 boul Jacques-Cartiier Est 
Longueuil 

Qc 

J4N 1L7 Canada 

Phone: 800 558 8858 

Fax: 514 633 8044 


1270 Aberdeen Street 
Hawkesbury 

ON 

K6A 1K7 Canada 
Phone: 613-632-5200 


17-4 SS H900 Bar 2.250" X 

03.000" 

: MATERIAL: 17-4 PH SS BAR AS 
PER AMS 5604/5643 GRAIN 
MUST RUN ALONG LENGTH OF 
BAR MINIMUM YIELD TENSILE 
STRENGTH = 170KSI MINIMUM 
ULTIMATE TENSILE STRENGTH 
= 190 KSI 

receive ft 


PO No: 
PO Date: 
Due Date: 


Purchase Order 
Revision: 


Revision Date: 
Ship-To Contact: 


Via: 
Pymt Terms: 
Freight Terms: 


Special Comments: 


PURCHASE ORDER 
PO039299 


PO039299 
3/13/18 
3/30/18 


Lavoie, ChantailPhone: 
clavoie@dartaero.com 


Ground 
Net 30 


APRO5 2018 = 2 
11 


Grand Total: $3,354.96 


Order Notes 


Terms & Condition of Purchasing(Suppliers) and Procurement Quality Clauses are an integral part of our AS9100 requirements. To learn in detail, please visit C i 
C LZ, 


www.dartaerospace.com for further explanation. 
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CFRTIFICATE OF TEST 
CERTIF. ICAT D’ESAIS Page Ol of O1 


Certification Date 
CUSTOMER ORDER NUMBER i 
NUMERO DE COMMANDE DU CLIENT 
Invoice Number 
44393-g 1377446 


PART NUMBER/NUMERO DE PIECE 


530252 
Te noe 


SOLDTO: METAUX SOLUTIONS INC. SHIP TO: METAUX SOLUTIONS (RIVE-SUD) 
VENDU A: EXPEDIE A: 
2625 BOUL JACQUES CARTIER EST 2625 BOUL JACQUES CARTIER EST 
LONGUEUIL QC J4N 1L7 LONGUEUIL QC J4N 1 


en eee mere rae 
/ Description: PLATE SOL ANN AMS 5604 
\2-1/4_S RECTANGLE Line Total: 167.4468 LB 


ITEM: 530252 


= ~ 
ea BONS : 
ASTM A693 13 


Q4 H GS 02 2/10 


Cc MN SI Pp Ss CR NI CU 
0. O81 0.7800 0...36 0,022 0.001 15). 99 4.54 3.25 
MO N NB TA CO 
0.051 0.0492 0.274 0.003 0.013 


RCPT: R240230 


YLD STR ULT TEN SELONG SRED HARDNESS 
DESCRIPTION PSI PSI IN 02 IN IN AREA BHN 
COND A 113470.0 161010.0 L3\0 341 
H900 183040.0 204490.9 16.0 50.0 401 


MATERIAL IS FREE FROM MERCURY CONTAMINATION 
NO WELD REPAIR PERFORMED ON MATERIAL 
MICRO1: OK 


COMMENTS 
FE 75.0 


The above data were transcribed from the manufacturer's Certificate of Test after verification Material did not come in contact with mercury while in our 
for completeness and specification requitements of the information on the certificate. All test possession./Par les présentes, nous certifions que le matériel 
results remain on file subject to examination. ./Les informations ci-haut-mentionnées sont couvert par ce rapport rencontre tes spécifications décriltes ci- 
ttansentes du certificat d’essais du manufacturier aprés vérification de l’état coniplet des haut. 

spécifications inscrites sur le certificat. We hereby certify that the material covered by this report JOANNE DESPRES 

will meet the applicable requirements described herein, including any specification formi nga 7 . 

part of the desctiption. ./Par les présentes, nous certifions que le matériel couvert par ce rapport zg \ va oe 

rencontre les spécifications décrites ci-haut. a he BLERMA PBetfrr— 

The willful recording of false, fictitious, or fraudulent statements in connection with test results ge 

may be punishable as a felony under federal statutes, /Les informations fausses, fictives ou ey 


fraudulcuses en rapport avec le résultat des essais sont punissables en vertu des lois fédérales. ae 
MANAGER QUALITY ASSURANCE 


GERANT DE L'ASSURANCE QUALITE 


METCOR ING. SS 


pies ARTHUR-SAUVE SLES 


LS FEAF ZI ge EE selene ng 
sa > 4 e be = 
copier é Face ae cnirds aS! Rass ar : SPH4RE i * 


at SHicate oF a Cor iipliar ance 


UC, FR SAS BOM HE TE 


Seat 


om ies . i . 
Lecco leu fase a: rode 


FRO SE NW SW AA fo CEE rR, MORE CaS 


/ specified T ESTs EX “ECU ITE ES ? perforr 


WANTITE | pops 
_fuaritiog ! weight 


Fa Np a rte mena on oat sr i eal 


2PROUVE par: ‘Appr oved bys 


ja etapa tht shears ee 
ne ar on re 


Plerre Piché 
Chief Inspector 


et fay MS 


Shipping Order 


04/04/2018 
METAUX SOLUTIONS INC : 
2625 BOUL JACQUES CARTIER EST Order ? 133553 
LONGUEUIL, QUEBEC Reference : PO039299 
J4N 1L7 Tel. : 450 641-3330 Ship : PICK UP / PICK UP 
Customer : 6323336 
Ship To 
DART AEROSPACE LTD 
1270, ABERDEEN STREET Same 
HAWKESBURY, ONTARIO 
K6A 1K7 Tel.: 1613 632-3336 
ltem No. Description - ~ Qty ~ Oty. Deliver” B/C Qty 
seeeee® FACTURER E-MAIL ******** SUPER IMPORTANT SUR 
LE PACKING SLIP INSCRIRE LES HEAT N 
SP214385174PH 17-4PH PLT. 2.25 X 3 X 85 COND. H900 1 [ M 5 
4 PCE KeKRKKKKRKKE 
HT:S1660 t DAS 
7 oO 
9-88 
APR 05 2018 
SHIP JOURNEY COLLECT 
JP 
Shipping Ref. 
Package No ee ee ee 
Merchandise Received: 


MATERIAL RECEIPT INSPECTION FORM 


MATERIAL: JYUT-Y-H160~ B22 FOX3. 000 PO / BATCH NO.: 


DATE: APR 05 2018 
% , . ~ 
MATERIAL CERT REC'D: A 25 THICKNESS ORDERED: és 25© 
QUANTITY RECEIVED: “yt THICKNESS RECEIVED: 25 


QUANTITY INSPECTED: SHEET SIZE ORDERED: 
QUANTITY REJECTED: SHEET SIZE RECEIVED: 
DESCRIPTION COMMENTS 
SURFACE DAMAGE | Y T(N) 


ee a ee Ge 
| CORRECTFINISH (OT NTO —~—“CSSCSCSdCS 
| CORROSION, AICP C—~—“C™SCSOSCCSY 
| __ CORRECT GRAIN DIRECTION [CVU NT 
| CORRECT MATERIAL PERM-DRAWING |(Y IN| 5 7GOPY C—~—sSCSC*S 
| CORRECT THICKNESS (VN 
|_CORRECTREF#TOLINKCERT |W NIHIQSFTE STO ™~—SSC*S 
CORRECT MATERIAL IDENTFICATIONC/]| N [PT C™~—CCCC*SC 
| CORRECT M#ONTHE MATERIAL [/V]N[O TT CC~C“~*S*s~C“CSsC—CSCSCSY 


DOES THIS MATERIAL REQUIRE 
ENGINEERING SIGN OFF 
CUT SAMPLE PIECE OF MATERIAL AND PREFORM A HARDNESS CHECK. 

RECORD RESULTS BELOW 


TYPE OF MATERIAL i, (i an Se aa 
SIZE OF TEST SAMPLE et ae Pa Pare Sees 
fae Ree Ee ee, 


HARDNESS / DUROMETER READING 
testers located in the Quality Office 


QC 18 INSPECTION ENGINEERING SIGNOFF (if required) 


DAS 
INSPECTED BY: 44 SIGNED OFF BY: 
a 


-89APR NS 2n19 


DATE: DATE: 


Attach this inspection sheet with the corresponding material cert and remit to be scanned and received in 


H:\FORMS\Quality Assurance\approved QA\MRIF Material Receipt Inspection Form revD 
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